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Temperature of Tempering Furnace: 700°C 




Atmosphere: 




O2: 5%, H2O: 10%, CO2: 10%, 




N2 and Others: Residual 


Outer Layer a 
Scale \ 


167 N/mm 2 




^ 


Inner 


Layer Scale \ 




I 1 1 «s» * 



100 200 300 400 

Collision Pressure (N/mm 2 ) 



500 



FIG.4 



Surface 
Coverage (%) 



120 
100 

80 

60 

40 

20 h 



Temperature of 
Tempering Furnace: 700°C 
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O2: 5%, H2O: 10%, CO2: 10%. 
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